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(54) Method of transferring ultra-thin substrates and application of the method to the 
manufacture of a multilayer thin film device 



(57) The present invention provides a method of 
transfer of a first planar substrate with two major surfac- 
es to a second substrate, comprising the steps of: form- 
ing the first planar substrate, attaching one of the major 
surfaces of the first planar substrate to a carrier by 
means of a release layer; attaching the other major sur- 
face of the first substrate to the second substrate with a 
curable polymer adhesive layer; partly curing the poly- 



mer adhesive layer, disconnecting the release layer 
from the first substrate to separate the first substrate 
from the carrier, followed by curing the polymer adhe- 
sive layer 

The method may be used to form a stack of dies (4, 
14...) which are adhered together by cured polymeric 
layers (7, 17). Each die (4, 14 ...) may include a device 
layer and an ultrathin substrate manufactured and as- 
sembled by the method described above. 
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Description 

[0001] The present invention relates to a method of 
transferring uKra-thin substrates, in particular, semicon- 
ductor substrates including active devices as well as a 5 
multi-layer thin film device manufacturable using the 
transfer method. 

TECHNICAL BACKGROUND 

[0002] In order to try and increase density of packing 
of integrated circuKs and semiconductor chips it is 
known to form a so called "cube" package consisting of 
a number of passivated device chips glued together in 
a stacked configuration. Conventionally these devices 
are connected via one of the side surfaces of the cube 
which is perpendicular to the layers of chips. One such 
known connect ton method Is shown in Fig. 1 which Is 
described in EP 631 310. It includes a cube of glued 
chips 1 with connections on one of the sides of the cube 
which is perpendicular to the layers of chips. The side 
connection connects through to the output pins 3 of a 
can-ler 2. The cube is manufactured in the following way. 
Integrated circuit chips are formed on the upper surface 
of a wafer. Next a polymer adhesive material is applied 
to the top of the completed chips. The wafer is then diced 
and the plurality of integrated circuit chips are then 
stacked, one on top of another, using the adhesive to 
bond them together. The resulting cube structure is rath- 
er bulky as each layer of the stack includes both a chip 
and also a carrier (semiconductor wafer) for that chip. 
[0003] A three-dimensional memory packaging is 
known from the article by Robert Burns, Warren Chase 
and Dean Frew, entitled "Utilising three-dimensional 
memory packaging and silicon on silicon technology for 
next generation recording devices", ICMCM Proceed- 
ings 1992. pages 34 to 40. The known device is shown 
schematically in Fig. 2 and includes a 3D memory 5 con- 
nected by solder to the X and Y wiring or "routing", 6, 7 
and the ground and source potential, 8, 9 of an MCM 
substrate 1 0 which may be built up on a silicon substrate 
11 . As with the device known from EP-631 31 0 the indi- 
vidual layers of the 3D memory 5 are stacked perpen- 
dicularly to the substrate 1 0 so that the complete assem- 
bly takes up qu'rte a lot of space in the direction perpen- 
dicular to the substrate 10. 

[0004] A semiconductor package stack module is 
known from EP 729 1 84 in which a large scale integrated 
circuit (LSI) is mounted via fine bumps on a ceramic car- 
rier substrate or a flexible carrier film on which wiring 
conductors are formed. A plurality of such carrier sub- 
strates or carrier films are connected to each other by 
bu mps via through holes which are electrically connect- 
ed to the wiring conductors, thereby completing a three- 
dimensional stack module. This stack takes up quite a 
lot of room as each layer is relatively thick as it includes 
both a carrier layer and a chip. Further, the connections 
are made on one side of the cube resulting in the layers 



of chips being perpendicular to the substrate. 
[0005] The above devices suffer from the problem 
that the cube packages are formed from relatively thick 
layers which not only makes them bulky but also nega- 
tively affects their thermal properties. 
[0006] The handling of ultra-thin substrates, in partic- 
ular semiconductor substrates such as semiconductor 
grade silicon, Is difficult as such layers are brittle and 
are easily damaged, I n addition the transfer of more than 
one layer to form a stack is particularly difficult as the 
previous transferred layer does not provide a perfectly 
flat base such that any attempt to transfer the next ultra- 
thin substrate may result In damage to this layer. 
[0007] One method of transferring thin semiconductor 
substrates including active devices is described in US 
5.256,562. The method is not described in detail but it 
includes formation of thin film transistors on a first sub- 
strate. The transistor side of the substrate Is then glued 
to a carrier substrate using an epoxy adhesive. The car- 
rier may be glass. The first substrate would then appear 
to be removed although this step is not described and 
the carrier and the TFT's is transferred to a second sub- 
strate and adhered thereto with another adhesive (not 
specified). The glass carrier is then removed using hy- 
drofluoric acid and the epoxy adhesive removed by ox- 
ygen plasma, sulphuric acid or boiling trichtorethylene. 
Alternatively, a removable epoxy is used to attach the 
glass carrier and this Is removed by subjecting the epoxy 
adhesive to UV or microwave radiation, or chemicals 
(not specified) to destroy the adhesive properties of the 
epoxy layer. The epoxy layer is then removed by one of 
the methods described above. This known technique 
makes use of aggressive chemicals and complex pro- 
cedures which means that the TFT's have to be protect- 
ed by special layers. This makes the method inconven- 
ient for commercial production. Further, no method Is 
described of how to stack one layer of TFT*s on another 
to form a three-dimensional structure of active devices. 
In fact, due to the use of aggressive chemicals the pro- 
cedure is unsuitable for forming three-dimensional ac- 
tive structures. 

AIMS OF THE INVENTION 

[0008] It is an object of the present invention to pro- 
vide a method of assembly of integrated circuit chips 
which allows the production of the stack of such chips 
with high density. 

[0009] It is a further object of the present invention to 
provide a semiconductor device and a method of mak- 
ing the same which includes a three-dimensional struc- 
ture of active and passive electronic devices which 
takes up less room than the known three-dimensional 
structures. 

[001 0] It is still a further object of the present invention 
to provide a method of safe transfer of very thin sub- 
strates, especially semiconductor substrates. 
[0011] It is yet a f u rther object of the present invention 
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to provide a semiconductor device and a method of 
making the same having a three-dimensional structure 
of active and passive electronic devices which has bet- 
ter thermal and/or electrical properties than convention- 
al devices. 5 

SUMMARY OF THE INVENTION 

[0012] The present invention may provide a method 
of transfer of a first planar substrate with two major sur- io 
faces to a second substrate, comprising the steps of: 
forming the first planar substrate; attaching one of the 
major surfaces of the first planar substrate to a carrier 
by means of a release layer; attaching the other major 
surface of the first substrate to the second substrate with '5 
a curable polymer adhesive layer; partly curing the pol- 
ymer adhesive layer, and disconnecting the release lay- 
er from the first substrate to separate the first substrate 
from the carrier followed by curing the polymer adhesive 
layer. 20 
[0013] The method may include the step of the cura- 
ble adhesive being applied to the second substrate be- 
fore the attaching step. The first substrate is preferably 
an ultra-thin semiconductor substrate formed by thin- 
ning a semiconductor substrate which is supported by 2S 
the carrier and the release layer during the thinning op- 
eration. 

[0014] The present invention may also provide a mul- 
ti-layer thin film device comprising: a plurality of layers, 
each layer including a planar three-dimensional inter- 30 
connect portion having "X", "Y" and "Z" connection rout- 
ings and adjacent thereto a planar semiconductor de- 
vice portion, the semiconductor device portion being 
connected to the interconnect portion in each layer, the 
"X" and "Y" routings lying in the plane of the interconnect 35 
portion and the "Z" routing being perpendicular thereto, 
the "Z" routing in each interconnect portion being se- 
lectably distributed throughout the interconnect portion. 
[0015] The present invention also includes a method 
of forming a multi- layer thin film device; comprising the ^ 
steps of 

step 1 : attaching a semiconductor device to a sub- 
strate; 

step 2: providing a planar three-dimensional inter- 45 
connect portion on the substrate having "X", "Y" and 
"Z" connection routings adjacent to the semicon- 
ductor device, the semiconductor device being con- 
nected to the interconnect portion, the "X" and "Y" 
routings lying in the plane of the interconnect por- so 
tionandthe "Z" routing being perpendicular thereto, 
the "Z" routing in each interconnect portion being 
selectably distributed throughout the interconnect 
portion; and repeating steps 1 and 2 for each layer. 

55 

[0016] The present invention may also include a multi- 
layer thin film device comprising: a plurality of layers 
forming a stack of layers, each layer including a planar 
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semiconductor device portion on an uhra-th in substrate, 
the planar semiconductor device portion having a met- 
allisation layer, each layer being adhered to the next lay- 
er by a cross-linked polymeric adhesive layer; and a 
groove within the stack, the metallisation layer of each 
semicoductor device portion being exposed in said 
groove. 

[0017] The dependent claims define further individual 
embodiments of the present invention. 
[0018] The present invention its advantages and em- 
bodiments will now be described with reference to the 
following drawings. 

BRIEF DESCRIPTION OF THE DRAWINGS 

[0019] Figs. 1 and 2 show prior art devices. 
[0020] Figs. 3A to 3G show schematically manufac- 
turing steps for transferring an ultra-thin substrate in ac- 
cordance with an embodiment of the present invention. 
[0021] Figs. 4A to 4E show schematically manufac- 
turing steps to form a multi-layer stack of thin substrates 
in accordance with another embodiment of the present 
invention. 

[0022] Figs. 5 A to 5 F show schematic manufacturing 
steps for transfen-ing ultrathin substrates in accordance 
with another embodiment of the present invention. 
[0023] Figs. 6A to 61 show schematic manufacturing 
steps for transferring ultrathin substrates in accordance 
with another embodiment of the present invention. 
[0024] Figs. 7A to 71 show schematic manufacturing 
steps for transferring ultrathin substrates in accordance 
with another embodiment of the present invention. 
[0025] Fig. 8 is a schematic cross-sectional represen- 
tation of a multi-layer thin film device in accordance with 
an embodiment of the present invention. 
[0026] Figs. 9A to 9K show schematic manufacturing 
steps for manufacturing the multi-layer thin film device 
shown in Fig. 8. 

[0027] Figs. 10A and B are schematic top- and side 
views of a multi-layer thin film device as shown in Fig. 8. 

DESCRIPTION OF THE ILLUSTRATIVE 
EMBODIMENTS 

[0028] The present invention will be described with 
reference to certain embodiments and to certain draw- 
ings but the present invention is not limited thereto but 
only by the claims. The drawings are schematic and 
non-limiting and certain dimensions have been exag- 
gerated for clarity purposes. In particular, methods of 
transferring thin substrates will be described with refer- 
ence to the fabrication of a three-dimensional structure 
of active devices but the present invention is not limited 
thereto but only by the attached claims. 
[0029] A method of forming and transferring an ultra- 
thin substrate in accordance with a first embodiment of 
the present invention will be described with reference to 
Figs. 3A to 3F which show cross-sectional representa- 
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tions of the manufacturing steps required. Fig. 3A shows 
a planar first substrate 1. Substrate 1 may be one of a 
variety of suitable substrates, e.g. single crystal semi- 
conductor silicon, semiconductor amorphous silicon, sil- 
icon on glass, silicon on sapphire or quartz. Active de- ^ 
vices and/or passive devices 2 are formed in or on one 
major surface of the substrate 1 by conventional means 
such as, but not limited to, conventional semiconductor 
processing techniques, for example epitcixy. The devic- 
es 2 may be any suitable active or passive devices io 
which may include a plurality of active and passive ele- 
ments, e.g. an integrated circuit, CMOS transistors, thin 
film transistors, capacitors, resistors, memory arrays, 
micro- or nano-engineered devices such as UV or IR 
sensors, accelero meters, chemical or gas sensors, op- '5 
to-electronic switches and circuits or similar Substrate 

1 may be a semiconductor wafer and the active devices 

2 may be a plurality of integrated circuits or dies ar- 
ranged on the wafer 1 in a pattern as is well known to 
the skilled person and which wilt be described in more 20 
details with reference to the second embodiment. 

[0030] Substrate 1 is next attached to a carrier sub- 
strate 5 by means of a release layer 3 as shown sche- 
matically in Fig. 3B. Release layer 3 is preferably a layer 
which may be removed easily thermally and/or by sol- 25 
vents or by any other technique which provides low 
chemical, mechanical and thermal stress to the active 
devices 2. A thermal removal technique for release layer 

3 should preferably not involve heating the devices 2 
above 250^C, more preferably not above 200 °C, and 30 
most preferably not above 1 50" C, Release layer 3 may 

be a photoresist layer having a good thermal stability, e. 
g. a melting point of 1 20^0 or more and preferably being 
soluble in a common solvent such as acetone. A suitable 
material for release layer 3 is photoresist A24562, avail- 35 
able from Hoechst, Germany. The release layer 3 may 
be applied by spin-coating from a solvent solution. Al- 
ternatively, release layer 3 may be made of a wax. 
(0031] Carrier 5 may be any suitable substrate, e.g. a 
further semiconductor substrate such as a single crystal ^ 
silicon substrate, silicon on sapphire, silicon on glass, 
an alumina, a glass or a quartz substrate or a metal sub- 
strate such as aluminium. 

[0032] The other major surface of the substrate 1 is 
now optionally thinned by conventional grinding and pol- 45 
ishing techniques, by reactive ion etching, by chemical- 
mechanical polishing (CMP) or similar to form an ultra- 
thin planar substrate 1 ,2 as shown schematically in Fig. 
3C composed of the active devices 2 and what is left of 
the substrate 1 . Substrate 1 may also be cleaved from so 
the active devices 2 using any conventional technique, 
such as the mechanical separation technique using po- 
rous silicon as is known from EP 797 258, and substrate 
1 may be re-used. The ultra-thin substrate 1 ,2 may have 
a thickness in the range 5-25 micron, and is mechani- 55 
cally supported and protected by the carrier 5. For ex- 
ample, the substrate thinning process may result in a 
thinned substrate 1 .2 whrch from now on will be called 
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a die 4, glued upside down on a supporting silicon chip 
carrier 5 using the spin-on release layer 3. When an ul- 
tra-thin die 4 is not required the thinning step may be 
omitted or may be terminated before an ultra-thin die 4 
is obtained. 

[0033] In the next step the die 4 with its devices 2 are 
attached to a second substrate 6 as shown schemati- 
cally in Fig. 3E. Accurate placement of the die 4 on the 
second substrate 6 is preferable and may include the 

steps of: 

[0034] S1 . Accurate alignment of the die 4 to the sec- 
ond substrate 6 (e.g. preferably < +A1 0 jim). 
[0035] S2. Application of a thin adhesive layer 7 be- 
tween die 4 and the second substrate 6 (e.g. preferably 
< 5 ^m). The adhesive layer 7 should preferably have a 
high adhesion strength, in particular sheer strength, low 
thermal resistance and be a highly uniform layer in order 
to allow stacking of further substrates on the top thereof. 
[0036] In order to realise the first requirement, a flip- 
chip aligner/bonder may be used, for example as an 
FCG machine supplied by Karl Suss, France. Such a 
bonder has an alignment accuracy better than +/- 3 jim. 
The stated machine is precise enough to get an overall 
accuracy of placement of +/- 1 0 ^.m, taking into account 
possible movements of the die 4 after placement, e.g. 
during the removal of the carrier or the curing of the ad- 
hesive layer. Another advantage of this known machine 
is the good controllability of the die and second sub- 
strate temperature, as well as the applied force during 
bonding. Furthermore, temperature and force may be 
varied as a function of time in a rather general fashion. 
[0037] For the second requirement, an adhesive layer 
7 is preferred which is planarisable, is preferably easily 
applied, e.g. by spin-coating, is preferably resistant to 
any chemicals or thermal conditions used to remove or 
weaken the release layer 3, and is preferably insulating 
and has a high thermal conductivity. Preferably, the ad- 
hesive layer 7 is crosslinkable, i.e. curable, and that on- 
cure shrinkage is not excessive and there is no outgas- 
sing of gasses or water vapour or any bubble formation. 
Further, adhesive layer 7 is preferably a polymer adhe- 
sive layer. For the adhesive layer 7, a BCB material is 
preferred. In particular, Cyclotene™ grades supplied by 
Dow of Dow, Midland, USA are preferred. One potential 
advantage of using BCB material is the reduction of the 
number of materials in the final structure, avoiding any 
non-compatibility problems as BCB may find use as a 
general insulating material in other parts of the final de- 
vice. BCB may be applied in thin layers by spin-coating 
with excellent control on uniformity as shown schemat- 
ically in Fig. 3D and explained below. The planarisation 
achievable with BCB is better than or equal to 80% and 
is usually better than 85%. If two layers of BCB are ap- 
plied, planarisation better than 90% can be achieved. 
[0038] Second substrate 6 may have an uneven up- 
per surface as shown schematically in Fig. 3D as indi- 
cated by the irregularities 8. The adhesive layer 7 is pref- 
erably sufficiently planarisable to cover such irregulari- 
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ties 8 while providing a flat upper surface. One disad- 
vantage of BCB is the poor thermal properties of the pol- 
ymer. This may be overcome by using a very thin layer 
and optionally by the use of thermal conductors 8 in the 
layer 7 of BCB as shown schematically in Figs. 3D and 5 
E. These thermal conductors are of such a height that 
they extend through a substantial portion of the thick- 
ness of the BCB layer 7 but not completely so that an 
insulating layer of BCB is still provided overthe conduc- 
tors 8. The purpose of the conductors 8 is to reduce the io 
thermal resistance of the adhesive layer 7, thus improv- 
ing the thermal prope rties of the die 4 when it is attached 
and operating. In accordance with the present invention, 
the BCB layer 7 is kept tacky and soft until the die attach 
process is finalised. Further, it is preferred to remove the ^5 
carrier 5 and the release layer 3, without damage to the 
BCB layer 7. A suitable procedure to meet these require- 
ments is: 

[0038] S3. Spin coat a thin (3 >im) BCB layer 7 on the 
surface of the second substrate 6 covering any irregu- 20 
larities 8 and planarising the surface (Fig. 3D). 
[0040] S4. Pre-bake the BCB layer 7 for 30 mtn at 30C 
to soften the BCB. 

[0041] S5. "Flip-chip" attach the thinned die 4 (using 
carriers as a support) on the soft BCB layer 7 (Fig. 3E). 25 
The temperature at BCB - die interface is preferably 
maintained at about 70''C, and the applied pressure to 
the die 4 is preferably about 80 kPa. 
[0042] S6. Post-bake the BCB layer 7 for 2 hours at 
1 20C (below the melting temperature of the release lay- so 
er 3) in a nitrogen atmosphere. After this thermal treat- 
ment the adhesive layer 7 is partly hardened and it is 
resistant to solvents such as acetone. 
[0043] S7. Remove the carrier 5 by placing the lami- 
nate 3. 4, 5, 6, 7 in acetone or another similar solvent ^ 
to remove the release layer 3. The carrier 5 may be re- 
moved with a vacuum pipette. 
[0044] 88. Remove any remaining photoresist on the 
surface of the die 4 by dipping in an acetone bath at 
room temperature. ^ 
[0045] S9. Finally, completely curing the BCB layer 7 
using the BCB curing profile recommended by the sup- 
plier of the BCB (Fig. 3F). 

[0046] In order to test the adhesion strength of this 
method, some dummy 5x5 mm dies 4 were attached to 45 
a thin BCB layer 7, following the procedure described 
above. Then, a standard die-shear test was performed. 
An adhesion force in excess of 1 00 N was measu red for 
the 5x5 mm device (>4 MPa). Sometimes after removing 
the carrier 5 from the thinned die 4, cracks may appear 50 
in the thin BCB layer 7. These disappear, however, after 
curing of the BCB layer 7 in step S9. This may be ex- 
plained by the occurrence of some flow of the BCB dur- 
ing the temperature ramp-up of the curing process. 
[0047] The above process may be repeated to pro- 55 
duce a three dimensional stack 9 of dies 4 as shown 
schematically in Figs. 4A to E. The starting point is the 
product of Fig. 3F onto which a further thin layer 17 of 
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BCB is spun-coated (Rg. 4A) in order to planarise the 
surface and to provide an adhesive layer 17 for the next 
die 14 as shown schematically in Fig. 4B. Die 14 is ap- 
plied to the adhesive layer 17 having been pre-attached 
to a carrier 1 5 using a release layer 1 3 such as soluble 
photoresist as described above for carrier 5, release lay- 
er 3 and die 4 (Fig. 4C). The carrier 1 5 and the photore- 
sist 13 are then removed as described above and the 
adhesive layer 1 7 baked to complete cure (Fig. 4D). This 
process may be repeated many times to produce a stack 
9 of dies 4 as shown in schematically in Fig. 4E. Each 
individual layer of stack 9 (each made up of a die includ- 
ing active devices and an adhesive layer) may be thin, 
e.g. less than 300 microns, preferably less than 1 50 mi- 
crons and more preferably less than 100 microns thick 
and typically 25 microns thick resulting in a very com- 
pact device in comparison with conventional stacks as 
well as having excellent thermal properties. Thermal 
bridges 8 may be placed in any of the adhesive layers 
7, 17, etc. to improve the thermal characteristics of the 
stack 9. 

[0048] In the above description of the first embodi- 
ment the adhesive polymer layer 7 was applied to the 
second substrate 6 in step S3 however the present in- 
vention also includes applying the adhesive layer 7 (e. 
g. by spin-coating) to the su rf ace of die 4 which has been 
exposed by thinning. The transfer of the die 4 to the sec- 
ond substrate 6 may then be carried out in accordance 
with steps S4 to S9 above. Note, however, that the ap- 
plication of the adhesive as described for step S3 is pre- 
ferred as it planarises the surface of substrate 6. The 
planarisation of the thinned surface of the die 4 is nor- 
mally achieved adequately during the thinning process 
of substrate 1 and thereto re a further planarisation is not 
necessary. If necessary a polishing step may be applied 
afterthinning substrate 1 in orderto improve the planari- 
sation of the surface of the die 4. 
[0049] In accordance with a second embodiment a 
plurality of devices 22 are formed in a wafer 21 as shown 
schematically in Fig. 5A. Devices 22 may be similar to 
any of the devices 2 described above with respect to the 
first embodiment. Wafer 21 may be any suitable wafer 
such as, for example, a single crystal silicon wafer, a 
silicon on glass or a silicon on sapphire wafer or a quartz 
wafer. The wafer 21 may be diced to produce individual 
thick dies 24 (Fig. 5B). Each die 24 may be processed 
as above by attaching a carrier 5 with a release layer 3 
and transferred and attached to a second substrate 6 
and optionally to form a stack 9 as described above for 
the first embodiment Alternatively, all the dies 24 may 
be attached to a carrier 25 using a release layer 23, e. 
g. photoresist, as shown schematically in Fig. 5C. Sub- 
strate 21 may then be thinned by any conventional tech- 
nique (Fig. SE). The laminate may then be sawn into die 
laminates 25. 23, 21 as shown in Fig. 5E. Each of these 
die laminates 25, 23, 21 is then cleaned to remove any 
debris caused by the sawing operation and attached to 
a second substrate 26 by the methods described above 
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using a polymer adhesive layer 27 (Fig. 5F) including 
removal of the carrier 25 and release layer 23. AKerna- 
lively, the wafer of Fig. 5C may be sawn into die lami- 
nates and the substrate 21 of each laminate thinned in- 
dividually before attach ment to afurt her substrate 26 us- 5 
ing an adhesive layer 27 and removal of the carrier 25 
and release layer 23 (not shown). 
[0050] A third embodiment of the present invention 
will be described with reference to Figs. 6A to I which is 
particularly useful for the production of three dimension- 
al memory units. The starting material Is a substrate 1 , 
e.g. a semiconductor substrate, onto which is formed or 
deposited a layer 2 including active or passive devices 
(Fig. 6A), e.g. memory cells. A metallisation layer may 
be applied to the surface of the layer 2 of active and/or ^5 
passive devices and may include one or more bonding 
pads 81 . Substrate 1 is attached to a carrier 5 by a re- 
lease layer, e.g. solvent removable photoresist, as de- 
scribed above (Fig. 6B). Substrate 1 Is then thinned by 
conventional techniques, such as chemical or mechan- 20 
leal grinding and/or polishing, to form an ultra-thin sub- 
strate 101 which may have a thickness of about 5 to 25 
micron (Fig. 6C). A second substrate 82, e.g. a semi- 
conductor substrate, is prepared with a layerdS of active 
or passive devices (Fig. 6D). An optional metallisation 25 
layer with one or more bonding pads 85 may also be 
provided. This substrate 82 is attached to the thinned 
side of substrate 1 01 using an adhesive layer 84, e.g. a 
polymer adhesive layer such as BOB (Fig. 6E) which is 
softened by heating before adhesion. Substrate 82 is 30 
then thinned to form a second ultra-thin substrate 102 
(Fig. 6F), e.g. 5 to 25 micron thickness. The above proc- 
esses are repeated to form a stack 1 03 of device layers 
attached to a substrate 104 by an adhesive layer 105 
and attached to the carrier 5 via a release layer 3 (Fig. 35 
6G). Each device layer in the stack 1 03 may include one 
or more bonding pads 81 , 85, 86, 87. The adhesive lay- 
ers 84. ..105 in the stack are now baked at a suitable 
temperature, e.g. about 120''C, to make them resistant 
to solvents such as acetone. The carrier 5 is then re- ^ 
moved from the stack by dissolving away the release 
layer 3 in a suitable solvent, e.g. acetone (Fig. 6H). The 
stack 1 03 is then baked to completely cross-link the ad- 
hesive layers 84... 105. Finally, the stack 103 may be 
etched or grooved to form a groove 1 06 through all the ^ 
layers of stack 1 03 (Fig. 61). This groove 1 06 may allow 
access to all the metallisation device layers in stack 103, 
e.g. the bonding pads 81 , 85, 86, 87 may be exposed. 
Contact metallisation (not shown) may be applied to the 
surfaces of the groove 106 to make contacts with the so 
metallisations of the device layers. 
[0051] A fourth embodiment of the present Invention 
will be described with reference to Figs. 7A to 1. The 
starting material is a substrate 1 with a layer 2 deposited 
or formed thereon or therein which may include active 55 
or passive devices. The layer 2 may also include a met- 
allisation layer including one or more bonding pads 81 . 
A trench 91 is then formed, e.g. by etching, ion milling 
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or similar through device layer 2 into substrate 1 (Fig. 
7A). A layer 107 of insulating material, e.g. a BCB layer 
is then deposrted over the complete surface of the de- 
vice layer 2 filling the trench 91 (Fig. 78). The insulating 
layer 1 07 is then patterned by conventional techniques 
to form a via hole above the bonding pad 81 . A metalli- 
sation layer is then deposited and patterned to form a 
metallisation strip 92 (Fig. 70). The strip 92 extends so 
that it overlaps the trench 91 .The top surface of insulat- 
ing layer 1 07 is then adhered to a carrier 5 by a release 
layer 3 such as a solvent release layer, e.g. photoresist 
(Fig. 7D). Substrate 1 is then thinned by conventional 
techniques to form an ultra-thin substrate 1 01 , The thin- 
ning should be sufficient to make contact with the bottom 
of the trench of the insulating layer 107 (Fig. 7E). A fur- 
ther substrate is prepared with a device layer 83, an in- 
sulating layer 108 and a metallisation strip 92 which is 
attached to the under side of the substrate 1 01 by a pol- 
ymeric adhesive layer, e.g. BCB, 84 (Fig. 7F). The sub- 
strate is thinned to an ultra-thin substrate 109. 
[0052] The above process is repeated and continued 
until a stack 103 of device layers 2, 83,.., thinned sub- 
strates 101, 109... and insulating layers 107, 108... is 
obtained (Fig. 7F). Each layer may have one or more 
metallisation strips 92-95. The trenches of the insulating 
layers 107, 108 are preferably aligned one above the 
other. The adhesive layers 84.. are partially cross-linked 
by raising the temperature of the stack 103. e.g. to 
120°C. After partial cross-linking the carrier 5 is re- 
moved by a solvent such as acetone (Fig. 7G). 
[0053] The aligned trenches are then etched or ion 
milled to expose the metallisation strips 92-95 (Fig. 7H). 
As shown in Fig. 71 which is a top view of the device, the 
metallisation strips 92-95 may be offset from each other, 
so that each may be accessed separately. A suitable 
metallisation may then be applied (not shown). 
[0054] In accordance with a fifth embodiment of the 
present invention the above method of attaching ultra- 
thin dies to a substrate to form a stack may be used to 
form a multi-layer thin film device 70 including a three- 
dimensional structure which includes a three-dimen- 
sional interconnect 71 for connecting to the semicon- 
ductor device portion 72 which may include a stack of 
semiconductor device layers 73 as shown schematically 
in Fig. 8. The multi-layerthin film device 70 is very com- 
pact and has excellent thermal properties. The three- 
dimensional interconnect 71 in accordance with the 
present invention includes connection paths or wiring 
layers or connections in all three orthogonal space filling 
dimensions, i.e. X. Y and Z routing, for interconnecting 
the semiconductor devices in the device layers 73 
among themselves and to external. 
[0055] A preferred method and multi-layerthin film de- 
vice 70 in accordance with the fifth embodiment will be 
described with reference to Figs. 9A to K. A substrate 
46 is first prepared. This substrate 46 may be any suit- 
able substrate, in particular, any substrate which may 
be used for MCM processing such as single crystal sil- 
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icon, silicon on glass, silicon on sapphire, alumina, alu- 
minium. An Insulating layer 31 is then optionally depos- 
ited (Fig. 9A). Layer 31 may be any suitable insulating 
layer such as, for exam pie, an oxide layeror a spin-coat- 
ed BCB layer or layers which has (have) a high level of 5 
planarisation, e.g. 80% or better, more preferably 85% 
or better. The insulating layer 31 may have a thickness 
of between 1 and 5. A first interconnection metallisation 
32 Is deposited onto the insulating layer 31 and pat- 
terned in accordance with conventional techniques (Fig. 10 
9B). For instance, the first interconnection metallisation 
32 may include a 2 micron Ti/Cu/Ti laminate. The first 
metallisation 32 may be produced by magnetron sput- 
tering of a 30 nm/2 micron/30 nm Ti/Cu/Ti wiring layer 
with a wiring line thickness of 10 micron and a wiring ^5 
line spacing of 20 micron. Alternatively, the first metalli- 
sation may be formed by pattern plating copper wiring 
lines. First a tin seed layer is sputtered followed by the 
deposition and patterning of a 1 5 micron thick resist. The 
resist is patterned and the copper metal is plated in the 20 
resist openings using a jet-plating method. The wiring 
lines may be a small as 10 micron Inwidth and 10 micron 
in thickness. 

|0056] The first interconnection metallisation 32 forms 
part of the X and Y routing of the interconnect 71 (the 25 
dimensions X and Y are orthogonal and lie in the plane 
of the substrate 46. The 2 direction is perpendicular to 
this plane,). The X and Y routing 32 may be applied typ- 
ically with a pitch of 50 microns or less and the position 
of the individual metallisation elements may be freely so 
selected. Next metal, e.g. copper, studs 33 are plated 
onto at least a part of the first interconnection metallisa- 
tion 32 (Fig. 9C). The height of the metals studs 33 is 
preferably chosen to be approximately the same thick- 
ness as the thinned die 44 which will be applied in the 35 
next steps. The studs 33 form part of the Z routing of the 
interconnect 71 in accordance with the present inven- 
tion. The Z routing In accordance with the present in- 
vention may typically have a pitch of 1 00 micron or less. 
[0057] The studs 33 may be produced in a jet-plating 40 
cell. Alternatively a conventional parallel plate plating 
cell may be used. Between the anode of the cell and a 
substrate 46 an anode shield may be placed. This anode 
may be a solid plate with holes approximately the size 
of the substrate to be plated. This Is done to obtain a 45 
more homogeneous plating. The obtained plating re- 
sults obtained in this bath may be summarised as : 

Plating current 1 A/dm2 : +/- 0.16 ^m/min : uniform- 
ity over wafer = +/- 6 % so 
Plating currents A/dm2 : +/- 0.50 ^m/min : uniform- 
ity over wafer = +/- 15% 

The plating uniformity between neighbouring features of 
different size is typically better than 3%. A plating non- 55 
uniformity up to 10 % is acceptable for the studs 33 in 
accordance with the present invention, Therefore a plat- 
ing speed of around 0.25 micron/min may be used. 
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[0058] In order to realise the small studs 33, the plat- 
ing may be performed using a thick photoresist such as 
AZ4562. This resist is applied as a 15 to 20 fxm thick 
layer. It has an excellent resolution and a high resistance 
to plating solutions. Studs 33 may be in the range 1 0 to 
80 ^m in diameter with a thickness of between 5 p.m and 
12 Kim in height. 

[0059] A thin coating of a polymer adhesive layer 47 
is now applied to the complete surface of the substrate 
46 (Fig. 9D). For instance, the adhesive layer 47 is pref- 
erably a thin polymer layer such as a spin-coated BCB 
layer. The BCB layer 47 preferably has a thickness of 1 
to 5 micron. Preferably, Cyclotene™ 3202 from Dow is 
used for the layer 47. The BCB layer 47 is now pre- 
baked for 30 min at 30C. A thinned die 44 is now trans- 
ferred to, aligned with and attached to the BCB layer 47 
by any of the techniques for transfer of ultra-thin sub- 
strates as described above (Fig. 9E). For example the 
thinned die 44 is attached onto the soft BCB layer 47 
using carrier 45 as a support attached to the die 44 by 
a release layer 43, e.g. photoresist. Die 44 is preferably 
an integrated circuit having die bond pads 48 for elec- 
trical connection thereto. The temperature at BCB - die 
interface is preferably maintained at about 70°C. and 
the applied pressure to the die 44 is preferably about 80 
kPa. The BCB layer 47 Is now post-baked the for 2 hours 
at 120C (below the melting temperature of the release 
layer 43) in a nitrogen atmosphere. After this thermal 
treatment, the adhesive layer 47 is partly hardened and 
it is resistant to solvents such as acetone. The carrier 

45 may be removed by placing the laminate 43, 44, 45, 
46, 47 in a solvent such as acetone but the present in- 
vention is not limited thereto. The carrier 45 may be re- 
moved with a vacuum pipette. Any remaining photore- 
sist on the surface of the die 44 may be removed by 
dipping in an acetone bath at room temperature. Finally, 
the BCB layer 47 iscompletely cured using the BCB cur- 
ing profile recommended by the supplier of the BCB 
(Fig. 9F). 

[0060] A thick photo-BCB layer 34 is now applied to 
the complete surface of substrate 46, e.g. by spin-coat- 
ing. Photo-BCB is a photosensitive BCB material avail- 
able, for instance, from Dow (Cyclotene™ 4202 Is par- 
ticularly preferred). The photo-BCB layer 34 is patterned 
and vias 35 opened on studs 33 and a cavity 36 opened 
on and around the die 44 (Fig. 9G). A second thin photo- 
BCB layer 37 Is deposited on the complete surface of 
the substrate 46 and patterned to open the vias 35 on 
the studs 33 again and to open vias 38 on the die bond 
pads 48 (Fig. 9H). The upper surface of the substrate 

46 is now dry etched to remove any BCB residues in the 
via holes 35, 38 and to remove any adhesive layer res- 
idues on the studs 33. Because of the height of the studs 
33, the adhesive layer 47 on top of the studs 33 will be 
significantly thinner than below the die 44. 

[0061] Next a second metallisation layer 49 is applied 
which contacts the studs 33 and the die pads 48 (Fig. 
91). This metallisation layer may be a Tl/Cu/TI layer, e. 
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g. 30nm/2 micron/30 nm respectively. The second met- 
allisation layer 49 forms part of the X and Y routing of 
the interconnect 71 in accordance with the present in- 
vention. The X and Y routing may have a pitch of 50 
microns or less. Interlayerstuds 53 are now plated onto 5 
the second metallisation layer 49 to provide a part of the 
2 routing of the interconnect 71 between the layers 73 
of the final device 70. Studs 53 do not have to be aligned 
with studs 33 and their position may be chosen freely. 
The Z routing may have a pitch of 1 GO microns or less. 
Finally, the upper surface of the substrate 46 is 
planarised with a spurvcoated BCB layer 57 (Fig. 9 J) 
which will also form the planarised base for placing the 
next die 54. 

[0062] The sequence of operations described above 
may now repeated with the next layer of the semicon- 
ductor device portion 72 and the interconnect 71 which 
includes a third metallisation layer 52, a thin polymer 
adhesive layer (BCB) 67. a thinned die 54 with die pads 
59, studs 63, first photo-BCB layer 64, a second photo- 
BCB layer 65 and a fourth interconnect metallisation 69. 
The thinned die 54 need not be in alignment with the die 
44. Instead Its position may be freely chosen. The studs 
63 need not be aligned with the studs 53 or 33, their 
position may be freely chosen. More layers can be add- 
ed to form a final three dimensional structure of a mul- 
tilayer thin film device 70 as shown schematically in Fig. 
9K. The final layer 75 may be a passivation layer to pro- 
tect the complete device 70 and to reduce stresses 
therein. Each layer 73 of the device 70 may have a thick- 
ness of less than 300 microns, preferably less than 1 50 
microns and most preferably less than 1 00 microns. 
[0063] A multi-layer thin film device 70 according to 
the fourth embodiment is shown schematically in top 
view in Fig. 10A and side-view in Fig. 10B. The device 
layers 73 are connected electrically to power and 
ground lines 112, 113 as well as to X, Y, and Z routings 
1 1 4, e.g. signal wiring typ ically in the form of one or more 
busses. To avoid cross-talk it is preferred if the signal 
routings 114 are microstrip lines or striplines. Both the 
upper surface and the lower surface of each device layer 
73 may be provided with metallisation layers 111 for con- 
nection to the power or ground wires 112, 113 and signal 
routings 114. The above multi-layer thin film device 70 
has an interconnect 71 in which the X, Y and Z routing 
a freely selectable in their position. Further, the semi- 
conductor devices, e.g. the dies 44, 54 of a layer 73 are 
ultra-thin and may be safely transferred by the transfer 
method described with reference to the above embodi- 
ments. This provides for a very compact design. Further, 
the compact design provides a multi-thin film device 70 
with excellent thermal properties. 
[0064] While the invention has been shown and de- 
scribed with reference to preferred embodiments, it will 
be understood by those skilled in the art that various 
changes or modifications in form and detail may be 
made without departing from the scope and spirit of this 
invention as defined in the attached claims. For in- 



stance, the multi-layer thin film device 70 has been de- 
scribed above with reference to only one die per device 
layer 73. The present invention also includes a plurality 
of dies in one or more layers of device 70. 
[0065] Further, the thermal bridges 8 have benn de- 
scribed with reference to the stack and manufacturing 
method shown in Fig. 4 but the present invention spe- 
cifically includes using thermal bridges 8 in any of the 
polymeric adhesive layers in each or any of the embod- 
iments of the present invention. 



Claims 

1. A method of transfer of a first planar substrate with 
two major surfaces to a second substrate, compris- 
ing the steps of: 

forming the first planar substrate, 
attaching one of the major surfaces of the first 
planar substrate to a carrier by means of a re- 
lease layer; 

attaching the other major surface of the first 
substrate to the second substrate with a cura- 
ble polymer adhesive layer; 
partly curing the polymer adhesive layer, 
disconnecting the release layer from the first 
substrate to separate the first substrate from 
the carrier, followed by 
curing the polymer adhesive layer. 

2. The method according to claim 1 , wherein the cur- 
able adhesive is applied to the second substrate be- 
fore the attaching step. 

3. The method according to claim 1 or 2, further com- 
prising the step of thinning the first substrate after 
the attaching step and before the disconnecting 
step. 

4. The method according to claim 3, wherein the 
thinned first substrate has a thickness of 5 to 25 mi- 
cron. 

5. The method according to claim 3 or 4, further com- 
prising the step of attaching a second substrate to 
the thinned exposed surface of the first substrate 
before the disconnecting step. 

6. The method according to any previous claim, fur- 
ther comprising the step of attaching a third sub- 
strate to the exposed surface of the first substrate 
after the disconnecting step. 

7. The method according to any previous claim where- 
in the first substrate includes active and/or passive 
electronic devices. 
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8. The method according to any previous claim, 
wherein the release layer includes a solvent remov- 
able layer. 

9. The method according to any of the previous 
claims, wherein the first substrate includes a semi- 
conductor substrate. 

10. The method according to any previous claim, 
wherein the polymer release layer is BCB. 

11. A multi-layer thin film device comprising: a plurality 
of layers, each layer including a planar three-dimen- 
sional interconnect portion having "X", "Y" and "2" 
connection routings and adjacent thereto a planar 
semiconductor device portion, the semiconductor 
device portion being connected to the interconnect 
portion in each layer, the "X" and "Y" routings lying 
in the plane of the interconnect portion and the "Z" 
routing being perpendicular thereto, the "Z" routing 
in each interconnect portion being selectably dis- 
tributed throughout the interconnect portion. 

12. The multi-layer thin film device according to claim 
11, wherein the thickness of each layer is 300 mi- 
crons or less, preferably 1 50 microns or less, more 
preferably 1 00 microns or less and most preferably 
50 microns or less. 

13. A method of forming a multi-layer thin film device; 
comprising the steps of 

step 1 : attaching a semiconductor device to a 
substrate; 

step 2: providing a planar three-dimensional in- 
terconnect portion on the substrate having "X", 
"Y" and 'T' connection routings adjacent to the 
semiconductor device, the semiconductor de- 
vice being connected to the interconnect por- 
tion, the "X" and "Y" routings lying in the plane 
of the interconnect portion and the "Z" routing 
being perpendicular thereto, the "Z" routing in 
each interconnect portion being selectabty dis- 
tributed throughout the interconnect portion; 
and 

repeating steps 1 and 2 for each layer. 



exposed in said groove. 

15. The muKi-layer thin film device according to claim 
14 which is a memory. 
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14. A multi-layer thin film device comprising: 

a plurality of layers forming a stack of layers, so 
each layer including a planar semiconductor 
device portion on an ultra-thin substrate, the 
planar semiconductor device portion having a 
metallisation layer, each layer of the stack be- 
ing adhered to the next layer by a cross-linked 55 
polymeric adhesive layer; and 
a groove within the stack, the metallisation lay- 
er of each semiconductor device portion being 
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Fig. 7H 




Fig. 71 
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